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This sand deposit is said to be from 20 to 30 feet deep. It ex-
tends out into the Levisa Fork for several rods at the junction of
the two streams and up Paint Creek for more than a mile, so there is
an ample supply of sand to refill the pocket with the first high water.
This sand is now being used for mortar, plaster, cement and concrete.

Across the John. C. C. Mayo swinging bridge over Paint Creek
and about 100 rods above the bridge and on the right hand side of
Paint Creek, there is a good grained, hard, compact, drab colored
sandstone. This sandstone furnished the stone for the Methodist
church at Paintsville and the foundation and columns of the John C.
C. Mayo house in Paintsville. The large columns are sectional. The
small ones are one solid cylinder of sandstone. They show in a
marked degree the value of this stone for structural work. These-
structures were erected about 1905, and show few defects from weath-
ering. The stone pulverizes to a slightly greyish white sand, but its
value for glass sand can best be determined by the chemical analysis
given in the chapter on analyses.

MAGOFFIN COUNTY.

Near Wheelersburg there is a soft, white sandstone that is
easily crushed between the fingers. The grains are loosely cemented
with soft clay. There are a few very black specks and scales of
mica in the sandstone. The iron content is low, .18 per cent, for an
unwashed sand. This sandstone would make a fair quality of glass
sand.

;                                      FLOYD COUNTY.

PRESTONSBURG.

On Middle Creek, at Prestonsburg, excellent glass sands occur
of unknown depth, filling the inner curve of a meander. The sand
carries practically no coal grains. It has a few scales of muscovite
but not enough of them to interfere in the manufacture of glass.
Most of the mica scales would be removed in the washing of the sand.

This sand occurs in several deposits up Middle Creek. Back a
little ways from the nose of the meander there is a foot or more of
loam that would need to be removed before the dee>p sand deposits
were washed. In making a vertical section in the bank a loam seam
2 inches thick was found, about 2 feet below the surface, but no loam
was found beneath this seam. By. people who have secured sand here
the deposit is regarded as 15 feet in thickness of merchantable sand.

On the Levisa fork at Prestonsburg, where sand is now being
hauled for brick, mortar, plaster, cement and concrete, a large ton-
nage of sand occurs. Piles have been driven into the sand from
20 to 25 feet without striking rock bottom. This sand is also a
glass sand. It carries a little more coal than the sands of Middle
Creek..........................................................................   11  -i-i
